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ABSTRACTED-PUB-NO: KR2002092059A 
BASIC-ABSTRACT: 

NOVELTY - The production of a vehicle mirror allows a driver to 
view a hidden 

area without installing an auxiliary mirror and manufactures the 
vehicle mirror 

inexpensively. 

DETAILED DESCRIPTION - A flat glass plate (2) is cut to a 
predetermined size. 

After processing the edges of the flat glass plate, mercury is 
applied to a 

rear surface of the flat glass plate. The flat glass plate is placed 
in a mold 

frame (3). The mold frame is formed with a molding slot (3b) 
having a diameter 

of 30-50 mm and a thickness of 3-4 mm. Heat is applied to the 
flat glass plate 

from an upper portion by a heating device (4). At this time, the 
flat glass 

plate is heated to 1200-1400 deg. C to form a convex part (5). 
The flat glass 

plate is rapidly cooled and mercury is applied to a rear side of the 

flat glass 

plate. 
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